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We performed the Shubnikov-de Haas (SdH) experiments of the low carrier heavy fermion compound URu 2 Si2 at high 
fields up to 34 T and at low temperatures down to 30 mK. All main SdH branches named a, f3 and y were observed for all 
the measured field-directions (H || [001] -» [100], [100] -» [1 10] and [001] -» [1 10]), indicating that these are attributed 
to the closed Fermi surfaces with nearly spherical shapes. Anomalous split of branch a was detected for the field along 
the basal plane, and the split immediately disappears by tilting the field to [001] direction, implying a fingerprint of 
the hidden order state. High field experiments reveal the complicated field-dependence of the SdH frequencies and the 
cyclotron masses due to the Zeeman spin-splitting associated with the Fermi surface reconstruction in the hidden order 
state with small carrier numbers. A new SdH branch named a> with large cyclotron mass of 25 m was detected at high 
fields above 23 T close to the hidden order instabilities. 

KEYWORDS: Shubnikov-de Haas effect, de Haas-van Alphen effect, Fermi surface, cyclotron effective mass, spin 
split, hidden order, URu 2 Si 2 
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1. Introduction 

Quantum oscillation measurements, such as de Haas-van 
Alphen (dHvA) effect and Shubnikov-de Haas (SdH) effect, 
are one of the most powerful experimental probes to study the 
Fermi surface properties from a microscopic point of view. l,T> 
The heavy quasi-particle band with small Fermi surface is 
easily affected by the strong magnetic field, consequently the 
unusual spin-splitting associated with the Fermi surface re- 
construction, which may lead to a Lifshitz transition, 3 ^ can be 
precisely detected by the dHvA or SdH experiments. 

The well-known low carrier heavy fermion compound 
URu2Si2 is one of the ideal system to study the Fermi surface 
reconstruction due to the magnetic field. It crystallizes in the 
ThCr2Si2-type tetragonal structure (space group: lAjmmm, 
No. 139). Below 7o = 17.5 K the so-called "hidden order" 
(HO) phase emerges, where the carrier number is reduced 
to be one-third compared to that of the paramagnetic phase. 
An extrinsic ordered moment which is less than 0.05 //b with 
the antiferromagnetic ^-vector £>af = (0,0,1) is detected 
by neutron scattering experiments. 4-6 ' A key fingerprint of 
the HO state is the emergence of a magnetic resonance at 
Qo = (1,0, 0) with an energy Eq ~ 2 meV. Applying pressure, 
this resonance disappears when the antiferromagnetic phase is 
established. 7 ' Interestingly, the superconducting phase (T c ~ 
1 .5 K at ambient pressure) is embedded in the HO phase. 
It exhibits a highly anisotropic upper critical field at OK, 
H c2 ~ 14 T for H || [100] and H c2 ~ 3 T for H || [001] asso- 
ciated with a large anisotropy of the initial slope dH c2 /dT at 
H — 0. Such a large anisotropic dH c2 /dT cannot be explained 
by the observed Fermi surfaces which are almost spherical 
without a large anisotropic effective masses. 8 - 9) 
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Many theoretical scenarios including various rank multi- 
pole order have been proposed to identify the HO phase, but 
up to date there are no definite experimental conclusions for 
the order parameter of HO phase. However, the experimental 
proofs and theoretical interpretations with multipole model 
are still unclear. Recent torque measurements using small and 
high quality single crystals propose a breaking of the four- 
fold symmetry in the basal plane below To, suggesting a "Ne- 
matic" state. 10 ' 

The Fermi surface study by quantum oscillation measure- 
ments, which have been established as a microscopic probe 
with high accuracy, is a key in order to investigate the elec- 
tronic state associated with the HO state. According to pre- 
vious dHvA experiments at ambient pressure, 8 ' three kinds 
of Fermi surface sheets (a, f3 and y) were detected from 
H || [001] to [100], while only branch a was observed from 
H || [100] to [110]. Our recent SdH experiments clarified 
that branch (3 is four-folded in the simple tetragonal Brillouin 
zone, 11 ' and is located between F point and X point from the 
comparison to the band calculation. 12 ~ 14) The frequencies of 
branch a as well as /3 and y do not change significantly even in 
the AF state, despite the fact that the cyclotron masses grad- 
ually decreases with pressure, indicating that the Fermi sur- 
faces in the AF state are rather similar to those in the HO 
state. 11 ' 15) The Brillouin zone in the HO state is based on the 
simple tetragonal symmetry, which is the same as that in the 
AF state with Qaf = (0, 0, 1). 

Here we report the high field SdH experiments up to 34 T 
close to the spin polarized phase in order to clarify the Fermi 
surface properties and the instabilities in the HO state. We ob- 
served an unusual Zeeman spin-splitting and a Fermi surface 
reconstruction directly by the SdH experiments. 
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2. Experimental 

High quality single crystals of URu2Si2 were grown by the 
Czochralski method using a tetra-arc furnace. The details are 
described in Ref. 16. We performed the SdH experiments us- 
ing the same single crystal, which have been used in our pre- 
vious SdH experiments, where the SdH signal starts to appear 
at low field (w 3.5 T). The residual resistivity ratio (RRR) is 
estimated to be more than 500, indicating the very high qual- 
ity of our sample. The detail studies on transport properties 
depending on the sample qualities are recently reported in 
ref. 17. High field SdH experiments were done using a top- 
loading dilution refrigerator with a sample rotation mecha- 
nism at low temperatures down to 30 mK and at high fields up 
to 34 T by a resistive magnet at LNCMI-Grenoble. The sam- 
ples were rotated for the field direction from [001] to [100], 
and from [100] to [110] in the tetragonal structure. The SdH 
signal was measured by the four-probe AC method with the 
electrical current J along [100] direction ( J ~ 100//A, fre- 
quency: ~ 30 Hz). A conventional dilution refrigerator with a 
low temperature transformer was also utilized for the low field 
measurements below 13 T for the field direction from [001] to 
[100], and from [001] to [110]. To clarify the split of branch 
a along H || [100], dHvA experiments were also performed 
by field modulation method at fields up to 15 T and at low 
temperatures down to 20 mK. The great advantage compared 
to the SdH experiments is that one can detect branch a at low 
fields even in the superconducting mixed state. 18 ' 

3. Results and Discussion 

Figure 1 shows the magnetoresistance p(H) at different 
field angles from [001] to [100] at 30 mK. Very clear SdH os- 
cillations can be seen in the raw data of magnetoresistance, 
demonstrating the high quality of the present sample. For 
H || [001], the transverse magnetoresistance increases with 
H 2 dependence up to ~ 15 T and shows a broad convex cur- 
vature at higher fields. Further increasing field, a kink appears 
at H* = 24 T. Above H* the magnetoresistance rapidly in- 
creases, revealing a maximum at ~ 29 T and then decreases. 
Rotating the field angle 6 from [001] to [100], H* increases as 
a function of 1/ cos 9, as shown in the inset of Fig. 1. These 
results are in good agreement with those in the previous re- 
ports, 19 - 22 ' although the value of H* in ref. 20 (IP = 22.5 T) 
is slightly lower than the present data. 

Figure 2 shows the angular dependence of the SdH fre- 
quency. Branch a is almost constant against all the field angle, 
indicating a nearly spherical Fermi surface. Branch ft splits 
for H || [001] to [100] while it degenerates for H || [001] to 
[110], indicating the four-fold Fermi surface. Branch y origi- 
nates from the small ellipsoidal Fermi surface squeezed along 
[001] direction. 

The frequency of branch ft at high field guided by doted line 
is slightly shifted to higher frequency, compared to that at low 
field. This is due to the field dependence of the frequency, as 
discussed later. We did not observe any signatures of branch 
e (F ~ 1.5 x 10 7 Oe for H || c-axis) which have been reported 
in ref. 20. 

In the previous report 8 ' only branch a was detected in the 
basal plane from H || [100] to [110], while we detected all 
the main branches a, ft and y in the present experiments. 
The angular dependence of branch ft and ft' is consistent with 




H(T) 

Fig. 1. (Color online) Magnetoresistance at 30 mK for J || [100] at differ- 
ent field directions from [001] to [100] in URu2Si22. The current was applied 
in [100] direction. The inset shows the angular dependence of H* at which 
the magnetoresistance indicates a kink. The solid line indicates the 1 / cos 6 
dependence. Note that the magnetoresistance decreases with field angle, be- 
cause it changes from transverse to longitudinal magnetoresistance. 



our previous results, ' in good agreement with the results of 
band calculation, where the four-folded Fermi surface is ex- 
pected. 12 ~ 14 ' Branch ft' was not observed in the basal plane 
probably due to the unfavorable curvature factor. A striking 
point is that branch a split into three frequencies, which is 
also consistent with the previous report. 8 ' 

We have determined the cyclotron effective mass m* from 
the temperature dependence of the SdH amplitude for H \\ 
[001], [100] and [110] directions, as shown by annotations in 
numbers in Fig. 2. The obtained values for H || [001] are in 
good agreement with the previously reported values. The cy- 
clotron mass of branch y is slightly reduced to be 6-7 mo in 
the basal plane. Branch ft also shows the decrease of the cy- 
clotron mass which is 13 mo in the basal plane. Our previous 
low field (H < 13 T) measurements 11 ' show that the mass 
of branch ft' is almost isotropic, ranging from 25 mo to 30 mo 
for the field direction between [001] and [100]. Thus we be- 
lieve the mass of ft' in the basal plane is also similar, although 
we could not detect ft' in the basal plane. Branch a indicates 
an isotropic cyclotron mass, although the masses for splitting 
branch a are slightly increased for H\\ [110]. 

Before the assignment of detected SdH branches to the 
Fermi surfaces, we roughly evaluate the Sommerfeld coef- 
ficient (y-value) deduced from the SdH experiments. As- 
suming the spherical Fermi surfaces, 16 ' the calculated y- 
values for branches a, ft and y are y a « 6.1 mJ/(K 2 mol), 
yp ~ 7.8 mJ/(K 2 mol) and y y « 2.7 mJ/(K 2 mol), respectively. 
Since branch ft is attributed to four-fold Fermi surfaces and no 
two-fold Fermi surfaces is predicted in the band calculations, 
that is no Fermi surfaces centered at X point, the total y- value 
by SdH experiments is y sdH = y a +4-y/3+y y « 40 mJ/(K 2 mol), 
while y-value by the specific heat measurement is known to 
be y Cp = 55 mJ/(K 2 mol), Thus the y- value from an unde- 
tected Fermi surface should be 15 mJ/(K 2 mol), meaning that 
30 % of the total y-value is still missing. 

The SdH results indicate that there are three kinds of closed 
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Fig. 2. Angular dependence of the SdH frequency in URu2Si9. Red circles 
are the results at high field. Dark blue diamonds are the results at low field 
below 13T. Black square are our previous results at low field. 11 ' Branch /? 
at high fields between H || [001] and [100] is shifted because of the field- 
dependent frequency. Cyclotron effective masses are also shown in numbers 
fori? || [001], [100] and [110]. 




Fig. 3. Brillouin zone of the simple tetragonal structure. 

Fermi surfaces in the Brillouin zone based on the simple 
tetragonal symmetry. According to the recent band calcula- 
tions, 14,2324) two kinds of electron Fermi surfaces (e-FS) cen- 
tered at M point (see Fig. 3 for the simple tetragonal Bril- 
louin zone), four-fold symmetry e-FS located between T and 
X point (namely on A line) and hole Fermi surface (h-FS) 
centered at F point are predicted as main Fermi surfaces. The 
h-FS has a slightly complicated shape accompanying with a 
small wing-shaped Fermi surfaces located between F and M 
point. This wing-shaped FS can be easily affected in topology 
between HO and AF state. 

On the basis of these band calculations, two different possi- 
bilities for the assignment of SdH branches can be considered: 

(i) Branch a is attributed to the h-FS centered at T point. 
Branch (3 is attributed to the four-fold e-FS located be- 
tween T and X point. Branch y arises from e-FS at M 



point. The 77 branch is assigned to the small FS at the Z 
point. In this case, a missing Fermi surface is the e-FS 
centered at M point. 

(ii) Branches a and y are attributed to two different e-FS at 
M point. Branch /? is attributed to the four-fold e-FS lo- 
cated between T and X point. In this case, a missing 
Fermi surface is the h-FS centered at F point. This as- 
signment corresponds to that in ref. 12 and is based on 
the observation of a rather light s branch in ref. 20 which 
increases along the [100] direction. However, as already 
mentioned above, in our experiment we do not see any 
indications of this frequency, and further it is unclear 
whether this orbit would be a fundamental orbit as it has 
been reported only for H > 17 T and, as will be dis- 
cussed below, strong field induced modifications of the 
FS appear. 

Although we cannot definitely conclude from our experi- 
ments which case is correct, the case (i) seems to be more 
plausible. The recent band calculations predict that the 5/- 
electron contribution to the Fermi surface is dependent on 
the bands, 14 ' and the e-FS has more 5/-contribution than h- 
FS, indicating the existence of heavy e-FS. This is consistent 
with our results where the light h-FS corresponds to branch 
a and the heavy e-FS corresponds to branch p. Since the /- 
component of e-FS at M point is similar to or even larger than 
that of branch it is expected that the missing FS has also 
large cyclotron mass which might be more than 30 mo. In our 
experiment, the fact that we fail to observe this missing FS 
can be the combined effects of large cyclotron mass and un- 
favorable curvature factor. The assignment of case (i) is also 
consistent with the results of thermal conductivity measure- 
ments, 25 ' in which a heavy e-FS is predicted. 

An important question is the relation between the Fermi 
surfaces and the anisotropy of the superconducting upper crit- 
ical field H C 2 as well as anisotropic initial slope of H c2 - All 
the detected Fermi surfaces are isotropic, and the cyclotron 
masses are also rather isotropic. A plausible idea would be 
the existence of an ellipsoidal Fermi surface elongated along 
[001] direction with hot spots, where the /-electron domi- 
nantly contributes to the conduction band forming a heavy 
band. The emergence of hot spots on the Fermi surface asso- 
ciated with the antiferromagnetic fluctuations and the increase 
of effective mass are discussed already in Celn3. 26 ' 

Interestingly, the single FFT peak of branch a splits into 
three frequencies in the basal plane {a\ ~ 1.24 x 10 7 Oe, 
a 2 ~ 1.16 x 10 7 Oe and ar 3 ~ 1.09 x 10 7 Oe for H || [100]). 
Figure 4(a) shows the FFT spectra of the dHvA oscillations 
near H || [100]. When the field is slightly tilted more than 
3 deg from [100] to [001], the split disappears immediately 
and branch a\ remains as an original frequency. On the other 
hand, the splitting is always observed for the field along the 
basal plane, retaining almost the same splitting width (AT 7 ) as 
shown in Figs. 2 and 4(b). It should be noted that in Fig. 4(b) 
many FFT peaks more than three are observed at some field 
angles because of the sum or subtraction with branch y. The 
similar splitting of branch a is also reported in the previous 
paper. 8 ' As seen in Fig. 4(b), the relative amplitude of FFT 
between a\, a 2 and 0-3 also shows an unusual angular de- 
pendence. For example, the amplitude of branch a\ is dom- 
inant for H || [100], but the amplitude of branch a 2 becomes 
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dominant at 42 deg tilted from [100]. The splitting has no sig- 
nificant field-dependence at least from 8 to 15 T, which was 
confirmed by the dHvA experiments for H || [100]. 
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Fig. 4. (a) FFT spectra of the dHvA oscillations in the field range from 8 
to 15 T for the field direction close to [100]. 8 is a tilt angle from [100] to 
[001] direction, (b) FFT spectra of the SdH oscillations above 15 T for the 
field directions from [100] to [110]. 



In general, if the Fermi surface is corrugated with maxi- 
mal and minimal cross-sectional area, a splitting of the Fermi 
surface branch can be detected. However it is improbable for 
branch a, because the split is observed all in the basal plane 
with the same splitting width in frequencies. Furthermore, the 
band calculations do not predict such a corrugated Fermi sur- 
face. 

When the magnetization has a non-linear response such as 
(pseudo-)metamagnetism, one can observe the split of fre- 
quency. In this case, two frequencies originating from up-spin 
and down-spin Fermi surfaces will be observed, and the ob- 
served frequencies which correspond to the back projection to 
zero field will show a field dependence. We can exclude such a 
simple spin-split effect for the split of branch a, because three 
frequencies are observed and they are not field-dependent. 

An interesting scenario is a breaking of four-fold symme- 
try under magnetic fields when the field is applied parallel to 
the basal plane. Because of the strong magnetic field and the 
corresponding magnetostriction effect, the tetragonal symme- 
try is changed into the orthogonal symmetry. This effect is 
usually so small that one can observe only the Fermi sur- 
faces based on the tetragonal symmetry. However, if the ef- 
fect is large for some reason, the frequency is shifted from 
the original one and a mono-domain state is formed. By ro- 



tating the field angle, a switching of domain from one to the 
other occurs at certain field angle. Correspondingly the fre- 
quency is abruptly changed or splits. This is in fact observed 
in CeSb with cubic symmetry, where the three-fold ellipsoidal 
Fermi surface exists in the bcc Brillouin zone. 27 ' This domain 
switching effect seems to agree with the fact that FFT am- 
plitude of branch a abruptly changes at certain field angle 
as shown in Fig. 4(b). Since the split of branch a is always 
observed in the basal plane, the perfect monomodain is not 
formed, but the multi-domain is probably formed effectively. 

The reason why three frequencies are observed might be 
explained as follows. The observed dHvA frequency corre- 
sponds to the back projection to zero field, and the observed 
frequency for up-spin Fermi surfaces due to the Zeeman split- 
ting coincides with that for down-spin Fermi surface (see 
Fig. 5(a)). In the present case, an original Fermi surface, up- 
spin and down-spin Fermi surfaces are observed simultane- 
ously because of the formation of the multi-domain, as shown 
in Fig. 5(b). 



(a) 





Fig. 5. Relation between dHvA frequency for up/down-spin Fermi sur- 
faces and magnetic field is schematically shown (a) in the usual case, and 
(b) in the present case. Closed circles at zero field correspond to the observed 
frequencies. 



The reason for the formation of the multi-domain structure 
is not clear. It is worth noting that the breaking of four-fold 
symmetry was reported below To by magnetic torque mea- 
surements using high quality and very small samples. 10 ' Re- 
cently, a model of rank-5 multipole order with nematic sym- 
metry is proposed to explain the breaking of four-fold symme- 
try. 28 ' In this calculation, the significant difference of Fermi 
surfaces between HO state and AF state is: i) the breaking 
of four-fold symmetry may occur on the cage-like Fermi sur- 
face located between F and M point in the HO state ii) two 
Fermi surfaces centered at M point may be strongly affected. 
In our experiments, we cannot conclude if the split of branch 
a is related with the symmetry breaking and the hidden order. 
However, the effective internal field probably induces the split 
of branch a, as shown in Fig. 5(b). Interesting open questions 
are: i) Why does the effective internal field appear? ii) Does 
the split of branch a merge into single branch in the AF state? 
We believe the splitting of branch a, which can be explained 
neither by simple Zeeman-splitting nor by the corrugation of 
FS, is a fingerprint of HO state. The key experiments for the 
future will be precise SdH or dHvA studies under pressure 
with fine-tuning of the field direction. 

Another possible explanation for the splitting of branch a 
is the breaking of inversion symmetry under magnetic field 
and the magnetic breakdown between two splitting Fermi sur- 
faces. This is in fact observed in non-centrosymmetric com- 
pounds CeRhSi 3 and LaRhSi 3 . 29 ' 
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Finally, let us now focus on the field effect in the SdH ex- 
periments which can already be observed at rather low fields. 
Previously topological changes of the Fermi surface under 
high field have been reported on the basis of SdH and ther- 
moelectric power experiments. 20 ' 21 ' 30 ' As discussed above, 
ref. 20 reports the observation of a new SdH frequency s for 
H > 17-20 T in Hall resistivity measurements. Here in trans- 
verse magnetoresistivity measurements we do not see any sig- 
nature of this frequency. From the thermopower experiments 
however, topological changes of the Fermi surface at fields of 
H « 12 T and H = H* * 23 T could be evidenced. 30 ' A cas- 
cade of field-induced Fermi surface changes had furthermore 
been discussed in ref. 21 which goes along with the interpreta- 
tion of the thermopower experiments. Clearly in this complex 
multi-band system, the modification on one FS gives rise to a 
feedback on the whole FS sheets with different consequences 
on the observed probes. 

Even at rather low field the strong effect of the polarization 
of the Fermi surface pockets gets obvious. Figure 6 presents 
the FFT spectra for H || [001] at different field ranges from 4.5 
to 10 T. Clearly, branch f3 exhibits a splitting above 8 T. The 
frequency of the new split branch y8 2 increases gradually with 
field, while the frequency of the original main branch j3 is al- 
most constant or increases very slightly with field. Branch /? 2 
is most likely due to the spin split. Interestingly, the cyclotron 
mass of branch /? 2 is quite large (40 mo). This value is almost 
twice as large as that of original branch (3 (24 mo). The spin 
dependent masses are observed in several heavy fermion com- 
pounds, such as CeRu 2 Si 2 , 31) CePd 2 Si 2 32) and CeCoIn 5 . 33) 
The other main branches a, y does not show any significant 
changes of frequency at least up to 10 T. 




Fig. 6. (Color online) FFT spectra at different field ranges from 10 to 4.5 T 
for// || [001]. 

The high field SdH experiments clearly demonstrate the 
field-dependence of the SdH frequencies. Figures 7(a) and 
7(b) represent the high field magnetoresistance up to 34 T and 
the corresponding SdH oscillations obtained by subtracting 
the non-oscillatory contribution. Above H* = 24 T, the am- 
plitude of SdH oscillation is strongly enhanced, and the fre- 
quencies seem to be drastically changed. 

Figure 7(c) shows the field dependence of the SdH frequen- 
cies. Frequencies were obtained by the FFT analysis, which 



are crosschecked by the maximum entropy method (MEM) in 
order to improve the frequency resolution. Special attentions 
were payed to distinguish fundamental frequencies from the 
harmonics, sum and subtraction. 

The frequency of branch a slightly decrease above 15 T, 
and shows the large decrease around H* . At 29 T, it reaches 
8.2 x 10 6 Oe, which corresponds to more than 20% drop 
from the original frequency. On the other hand, branch (3 
increases gradually with increasing field above 10T, and 
reaches 5 x 10 6 Oe at 21 T. This is 20 % increase from the low 
field value. The frequency of branch y increases with field as 
well. A striking point is that a new SdH branch named a> with 
a large cyclotron mass appears approximately above H*, in- 
dicating the emergence of a new Fermi surface, which might 
be not only due to the Zeeman splitting but also related with a 
field-mixing of HO parameter. The HO parameter here might 
be induced by the different multipole components close to 
the vicinity of the multi-phase cascade domain on approach- 
ing the polarized paramagnetic phase. The details of this new 
branch will be reported in another paper. 

It should be noted that the observed frequency F ^ s is not 
equal to the true frequency Ftr, because F b s is the back 
projection to zero field. Usually when the Zeeman spin- 
splitting energy increases linearly with field, F D bs is constant 
against the field, as shown in Fig. 5(b) However, if the Zee- 
man spin-splitting have non-linear field-response associated 
with the reconstruction of FS, F bs shows the field depen- 
dence. When the magnetization increases with upward cur- 
vature such as (pseudo) metamagnetism, the field-dependent 
F b s is detected, as typically demonstrated in CeRu 2 Si 2 31 - ) and 
UPt3. 34) In URu 2 Si 2 , the magnetization increases linearly up 
to 30 T and then shows the slight upward curvature. At 35 T 
a sharp metamagnetic transition occurs. 22 ' 35) The present re- 
sults imply that the reconstruction (modification) of FS occur 
far below the metamagnetic transition field. Its field response 
is dependent on the Fermi surface with different volume and 
effective mass. 

The cyclotron effective mass also shows the field depen- 
dent behavior, as shown in Fig. 7(d). The mass of branch [3 
rapidly decreases above 13T, while branch a shows the in- 
crease of the mass approximately above H* = 24 T. The mass 
of branch y also exhibits the gradual increase with field. The 
new detected branch a> indicate the large mass (25 mo) in the 
limited measured field range. 

4. Summary 

We measured the SdH and dHvA oscillations using a high 
quality single crystal of URu 2 Si 2 . Angular dependence of the 
SdH frequency confirmed that main branches consist of a, (3 
and y originating from closed Fermi surfaces. However, there 
is still a missing Fermi surface. The unusual split of branch a 
was detected when the field is applied along the basal plane, 
implying the formation of multi-domain. The field dependent 
frequencies and the cyclotron effective masses are observed 
for all the main branches. At high fields above 25 T, a new 
branch named a> was detected. These results indicate the re- 
construction (or modification) of Fermi surfaces due to the 
magnetic field, where the field-response strongly depends on 
the volume and effective mass of Fermi surface. The small 
Fermi surfaces with heavy mass is more easily affected by the 
field as it is expected from the Zeeman energy consideration. 
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Fig. 7. (Color online) (a)Magnetoresistance for H || [001] at 30 mK. 
(b)SdH signal obtained from the data in panel (a). (c)Field dependence of 
the SdH frequencies. (d)Field dependence of the cyclotron effective mass. 
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